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LIST OF CLAIMS 

1 .(original) A method for manufacturing a waterproof zipper comprising steps 
of: (a) feeding a nylon zipper to a feeding device; (b) passing the nylon zipper 
to a gluing device and coating PU gel on backsides of the fastener strips of the 
nylon zipper; (c) adhering a PU film with PU gel on backsides of the fastener 
strips by using rollers to press the PU film so as to be formed as a waterproof 
layer; wherein the PU film is adhered on a release paper; (d) heating the PU film 
and PU gel to be formed as a waterproof layer; (e) cutting the waterproof layer 
along a center of the waterproof layer so as to be formed with two waterproof 
layers which are located at the two fastener strips; and thus a waterproof zipper 
being formed and (f) guiding the waterproof zipper out. 

2. (original) The method of claim 1, wherein after step (c), fiirther comprising a 
step (cl) of pressing the PU gel into the fastener strips by rollers. 

3. (original) The method of claim 2, wherein the steps of (c) and (cl) are 
repeated through predetermined times. 

4. (original) The method of claim 2, wherein after step (cl), a step (c2) is 
performed for drying the fastener strips. 

5. (original) The method of claim 1, wherein after the step (d), a step (dl) is 
performed for compressing the PU film, PU gel and fastener strips from two 
sides thereof. 

6. (original) The method of claim 1, wherein between step (b) and (c) further 
comprising a step (bl) of printing pattern on the PU film. 



-3- 



PAGE 3/6 * RCVD AT 5/23H005 3:52:28 AM [Eastern DayOght Time] * SVR:USPTO-EFXRF-1/0 * DN1S:8729306 * CSID:886 2 27893702 * DURATION (mm-ss):04-28 



_'^F20^1 Z w SJEIK« INT' F= S. TT OFFICE FP»X f-IO . : 886 S 27893702 M»ti- S3 24305 G>-4 

7. ( orf S i„»0 The me th 0 d ofclaim 1 , t~*w e ,„ step 0=) —a C o) ftrther comprising 
a step Ct> 1 > <^>*" forming texture* on the PU fij^, 

8. Corieinal) The method of claim 1, wherein before step («). the PU «, m is 
pressed at two* sides. 

S>-(origmal) A method for manufacturing a Waterproof zipper comprising a step 
of: (a) feeding a nylon zipper to a feeding device; (b> passing the nylon zipper 
to a gluing device and coating PU gel on backsides of the fastener strips oftho 
nylon zipper; (c) Pressing the PU gel into the fastener strips by using capillary 
effect; (d) vaporizing solvent in the PU gel in a drying box; (e) adhering a PU 
film with PU gel on backsides of the fastener strips by using rollers to press the 
PU film so as to be formed as a waterproof layer; wherein the PU film is 
adhered on a release paper; CO heating the PU film and Pu gel to be formed as a 
waterproof layer; (g) cutting the waterproof layer along a center of the 
waterproof layer so as to be formed with two waterproof layers which are 
looated at the two fastener strips; and thus a waterproof zipper being formed and 
(h) guiding the waterproof zipper out. 

lO. (original) The method of claim S>. wherein after heating step, further 
comprising a step of extruding the PU film. PU gel and fastener strips so as to 
firmly combine the PU film, PU gel and fastener strips. 

1 1 . (cancelled) Tho method nf olnim G*± whoroin qftor heating stop, furthey- 
ocitu p iiflmg a otop of ext i udiiig the PU film* PU g e l and-faotenor otripo go no 
firmly combine tho PU fil n n PU g c J and faotonor otripg. 

12.. (original) The method of claim O, wherein between steps (d) and (e) further 



comprising a step (dl ) of printing patterns on the PU film. 

1-3. (original) The method of claim between steps (d) and C«0 further 
comprising a step (dl) of forming textures on the PU film. 

1-4- (original) Tne method of claim between step (d) and (e), further 
comprising steps of: output tho nylon zipper by a guide device; feeding a nylon 
zipper to a feeding device; 

IS. (original) The method of claim 14, -wherein after heating step, further 
comprising a step of compressing the PU film, PU gel and fastener strips at two 
sides so as to firmly combine the PU film, PU gel and fastener strips. 

1 6. (withdrawn) >V nylon waterpro of zipper comprising two symmetric fastener 
strips; each fastener strip has a front surface and a back surface; an inner side of 
the front surface of each fastener strip having a cord thread protruded from the 
surface; two chains being mounted along the cord threads, respectively; the cord 
threads being fixed to the fastener strips, respectively; the two chains being 
engaged by a coupling slider; a back surface of each fastener strip being 
combined with a thin waterproof layer; characterized in that: a back surface of 
each fastener strip is permeated with PU gel; and then a PU" film is adhered to 
the back surface by thermal plastic stage so as to be formed as a waterproof 
layer which includes an inner layer of the PU gel permeating into the fastener 
strips and an outer layer at an outer side of the fastener strips. 

1 ~7 - (withdrawn) The nylon waterproof zi pper as claimed in claim 1 , wherein the 
waterproof layer is formed with textures. 
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1 8. (withdrawn) The nylon waterproof 2 i pper as claimed in ciaim 1, wherein 
thickness of the inner layer is over one third of each fastener strip. 

1 9. (withdrawn) The nylon waterproof zipper as claimed in claim 1, wherein * 
thickness of the inner layer is over one half of each fastener strip. 
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